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CLAIMS 
Please amend the claims as follows. 



U (cancelled) 

2, (currently amended) The method of Claim ±18, wherein the flome jxrtardant 
salt — tsc oncentrate farther comprises a perfluoroalkane alkali metal, Ci-Ce 
alkylamironium, or ammonium sulphonate. 

3, (currently amended) The method of claim-418, wherein the concentrate 
further comprises a f lame retardar.t salt is -wherein the flame retardant salt i * sodium 
perfluoranethylbutane sulphonate, potassium perfluoromethylbutane sulphonate, 
tetraethyl ammonium perfluoromethylbutane sulphonate, sodium peifluorcmethane 
sulphonale, potassium perfluoromethane sulphonate, tetraethyl ammonium 
perfluoromethane sulphonate, sodium perfluoroethane sulphonate, potassium 
periluoroathane sulphonate, tetxaerhyl ammonium perfluoroethane sulphonate. sodium 
perfluoropropane sulphonate, potassium perfluoropropane sulphonate, tetraethyl 
ammonium perfluoropropane sulphonate, sodium perfluorohexane sulphonate, potassium 
perfluoroliexane sulphonate, tetraethyl ammonium perfluorohexane sulphonate; sodium 
perfluoro heptane sulphonate, potassium perfluoroheptane sulphonate, l etraethyl 
ammonium perfluoroheptane sulphonate, sodium perfluoroctane sulphonate, potassium 
perfluoroctane sulphonate, tetraethyl ammonium perfluoroctane sulphonate, sodium 
perfluoTO butane sulfonate, potassium perfluorobutatxe s ulfonat e , t etraethyl ajiimonium 
perfluorobutane, sodium diphenylsulfbne sulphonate, potassium diphenylsulfone 
sulphonate, tetraethyl ammonium cliphenylsulfone sulphonate, or mixtures comprising at 
least one of the foregoing flame retardant salts* 

4, (currently amended) The method of claim 4-18, wherein the concentra te 
further comorisesfi a m e retardant sak is petassiuin^oifluorobutQiio aulfonato. pocissium 
diphenylsulfone sulphonat e, - op - a mixture comprising at l e ast on e of tho foregoin g jhflagae 
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5 (cancelled) 

6. (currently amended) The method of Claim 4-JJL wherein the fl ame ret iirdam 
saj tpotassium perfluorobutane sulfoaate is present in the concentrate in an amount from 
about 0.10 to about 5.0 weight percent based upon the total weight of the concent ;ate, 

7. (currently amended) The method of Claim 4-18, wherein ihe first 
polycarbonate is the same as the second polycarbonate. 

8. (currently amended) The method of Claim j -18, wherein the p otassium 
perfluorobutane sulfonate flam e retardant salt is present in the fire resistant polyaubonate 
composition in amounts of about 0.01 to about 1.0 weight percent based upon 1 the total 
weight of the polycarbonate in the £re resistant polycarbonate composition . 

9. (currently amended) The method of Claim 4-18, wherein the p otassium 
perfluorobutane sulfonat cfl amo roto rd ag ^ate is present in the fire resistant polycarbonate 
composition in amounts of about 0,05 to about 0.20 weight percent based upon the total 
weight of the polycarbonat e in the fire resistant polycarbonate composition . 

10. (currently amended) The method of Claim 118, wherein the p otassium 
perfluorotnitane sulfonate fl am e -r e tardant s ak is present in the fire resistant polycarbonate 
composition in amounts of about 0.06 to about 0.12 weight percent based upon the total 
weight of the polycarbonat e in the fire resistant polycarbonate composition . 

11. (currently amended) The method of Claim ±18, wherein the p otassium 
perfluorobutane sulfonate flamo rotatdant salt is present in the fire resistant polyaurbonate 
composition in amounts of about 0.08 to about 0.10 weight percent based upon; ihe total 
weight of the polycarbonat e in the fire resistant polycarbonate composition . 
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12. (currently amended) The method of Claim 418, further comprising blending 
with the concentrate and second polycarbonate a filler, reinforcing agent, heat ^abilizer, 
antioxidaat, light stabilizer, plastici^er, antistatic agent, mold releasing agent, additional 
resin, blo wing agent or combinations comprising at least one of the foregoing. 

1: . (cancelled) 

(currently amended) The method of claim 418, wherein the cyclic s?.. oxane is 
present in the flarae-Jke_resistant polycarbonate composition in an amount from about 
0,01 to about 0.5 parts per hundred parts by weight of the polycarbonate m : the fire 
resistant polycarbonate compositioiH etekr89iB > 

lf\ (currently amended) Tlte method of claim 41 8, wherein the cyclic sil oxane 
has the general formula (V) 



wherein n is 0 -7 and each R is independently an alkyl group having from 1 to about 36 
carbons, m alkoxy group having from 1 to about 36 carbons, a fluorinated or 
perfluoriiiated alkyl or alkoxy group having from 1 to about 36 carbons, an arylalkoxy 
group having from 7 to about 36 carbons, an aryl group having from 6 to about ] 4 
carbons, \m aryloxy group having fix>m 6 to about 14 carbons, a fluorinated or 
perfluoriiiated aryl group having from 6 to about 14 carbons, or an alkylaryl group having 
from 7 to about 36 carbons. 

16. (currently amended) The method of claim 41 8. wherein the cyclic siloxane is 
octaphenylcyclotetrasiloxane, hexamethylcyclotrisiloxahe, octamethylcyclotefrasiloxane, 
decameth ylcyclopentasiloxane, dod ecamethylcyclohexasiloxane, 
trimethylcriphenylcyclotrisiloxane, or tetramethyltetraphenylcyclotetrasiloxane. 




(V) 
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17. (currently amended) The method of claim 418, wherein the cyclic siloxane 
is octaphenylcyclotetrasiloxane, 

18. (new) A method for reducing haze in fibre resistant polycarbonate 
compositions, comprising: 

blending potassium perfluorobutane sulfonate with a first polycarbonate to 
produce t concentrate; 

polletizing the concentrate; smd 

blending the pelletized concentrate with a second polycarbonate and a cyclic 
siloxane 1 o form a fire resistant polycarbonate composition* 
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